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(57^ Abstract: 

Pw.vPOSE: To obtain a perovskite compound oxide, containing a noble 
metallic element introduced into a crystal lattice and excellent in 
catalyst activities and durability by adopting a specific method in 
obtaining the subject prescribed compound oxide containing the noble 
metallic element. 

CONSTITUTION: This method is to provide the subject compound oxide 
represented by the formula, (A1-xA 'x)(B1-yB'y)03 [A is at least one of 
La, Nd and Pr; A' is at least one of Ce, Mg f Ca, Sr, Ba and Y; B is at 
least one of Co, Mn, Fe, Ni, Cr, Cu and Zn; B' is at least one noble 
metallic element comprising Ru, Rh, Pd, Os, Ir and Pt; (x) is 0-0.9; (y) is 
0.01-0.2]. In the method, an aqueous solution of a salt of B' is added to 
a solution prepared by dissolving a metallic alkoxyalcoholate represented 
by the formula [M is A, A' or B; R2 is a lower alkyl; R1 is H or R2; (a) is 
1 -3; (s) is 2-3] of a metallic element except B' in an organic solvent and 
the metallic alkoxyalcoholate is hydrolyzed. The organic solvent and 
water are then removed to form a precursor of the compound oxide. The 
<tant precursor is then baked at 500-800° C in an oxidizing 
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atmosphere. 
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( * NOTICES * 

JPO and NCI PI are not responsible for any 
damages caused by the use of this translation. 

1 This document has been translated by computer. So the translation may not reflect the original precisely. 
2.**** shows the word which can not be translated. 
3.1n the drawings, any words are not translated. 



CLAIMS 



[Claim(s)] 

[Claim 1] (A1-xAx) 03 (B1-yB'y) (among a formula at least one sort of A of La, Nd f and the Pr) A* At least one 
sort in Ce, Mg, calcium, Sr, Ba, and Y, B — Co, Mn, Fe, nickel, Cr, Cu f and Zn — inner at least one sort At least 
one sort in the noble-metals element with which B' consists of Ru, Rh, Pd, Os, Ir, and Pt, 0< x<0.9 and 0.01 < 
y<0.2 it is — among the metallic elements which constitute the perovskite mold multiple oxide shown What 
dissolved the metal alkoxy alcoholate shown by the following formula of the metallic element except noble- 
metals element B' in the organic solvent, and was used as the mixed alkoxy alcoholate solution The process 
which removes an organic solvent and moisture and forms the precursor of said perovskite mold multiple oxide 
apT hydrolyzing with the water solution of the salt of noble-metals element B' which constitutes said 
pL ^vskite mold multiple oxide, The manufacture approach of a perovskite mold multiple oxide including the 
process which calcinates said precursor at 500-800 degrees C among an oxidizing atmosphere, and is used as a 
perovskite mold multiple oxide. 
[Formula 1] 

MCOCH (CH 2 ) a -OR 2 ] s 
R 1 

(Among a formula, in a hydrogen atom or a low-grade alkyl group, and R2, a low-grade alkyl group and a show the 
integer of 1-3, and, as for M, s shows [ the metal of the said A, A', or the B and R1 ] the integer of 2-3, 
respectively.) 

[Claim 2] Said metal alkoxy alcoholate is the manufacture approach of the perovskite mold multiple oxide 

according to claim 1 which are either a metal methoxy alcoholate or the metal ethoxy alcoholates. 

[Claim 3] Said metal methoxy alcoholate and a metal ethoxy alcoholate are the manufacture approach of the 

perovskite mold multiple oxide according to claim 2 which are either ethylate or the PUROPI rates. 

[Claim 4] Said organic solvent is the manufacture approach of the perovskite mold multiple oxide according to 

claim 1 to 3 which is either of hydrocarbons, alcohols, ketones, and ester. 

KLj m 5] Said organic solvent is the manufacture approach of the perovskite mold multiple oxide according to 
claim 4 which are a xylene, toluene, or the benzene. 

[Claim 6] The water solution of the salt of said noble-metals element B' is the manufacture approach of the 
perovskite mold multiple oxide according to claim 1 to 5 which are a nitrate, a chloride, a dinitrodiammine nitrate, 
a hexa ammine chloride, a hexa chloro acid hydrate, or the potassium-cyanide salts. 

[Claim 7] The manufacture approach of a perovskite mold multiple oxide according to claim 1 to 6 that the 
burning temperature which obtains a perovskite mold multiple oxide from a precursor is 500-600 degrees C. 



[Translation done.] 
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* NOTICES * 

JPO and NCI PI are not responsible for any 
damages caused by the use of this translation. 

1 This document has been translated by computer. So the translation may not reflect the original precisely. 
2.**** shows the word which can not be translated. 
3. In the drawings, any words are not translated. 



DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

[Industrial Application] This invention is excellent in the purification capacity of a carbon monoxide (CO), a 
hydrocarbon (HC), and nitrogen oxide (NOx), and relates to the approach of manufacturing the perovskite mold 
multiple oxide used as catalysts for combustion, such as a catalyst for exhaust gas purification, and natural gas, 
etc. 
[0002] 

[Description of the Prior Art] As a three way component catalyst for exhaust gas purification, the precious metal 
catalyst which supported noble metals, such as Pt, Rh, and Pd, is put in practical use by alumina support, a" 1 it 
is widely used for it. Moreover, utilization is expected as a cheap three way component catalyst for exhausv _,as 
purification with which the catalyst which made noble metals live together in the multiple oxide which has the 
perovskite type structure which consists of a rare earth metal, an alkaline earth metal, and transition metals 
purifies CO, HC, and NOx (refer to JP,59-87046,A, JP,60-821 38,A, and JP,1-1 68343.A). 
[0003] With these catalysts, after noble metals, such as Pd, have been distributed by the detailed perovskite 
mold multiple oxide front face, it is supported. However, after the noble-metals element has been supported by 
the front face of a perovskite mold multiple oxide, while continuing being used at an elevated temperature, a 
noble-metals element serves as floe, degree of dispersion of a noble-metals element becomes small, and 
properties, such as catalytic activity, tend to deteriorate. 

[0004] Then, in order to make the degree of dispersion of a noble-metals element increase and to raise catalytic 
activity etc., the method of incorporating a noble-metals element in the crystal lattice of perovskite type 
structure is proposed. The water solution which dissolved the salt and citric acid of the metallic element which 
constitutes the perovskite mold multiple oxide containing a noble-metals element as the one approach is 
prepared. After forming the complex of a metallic element and a citric acid by drying the water solution, The 
complex is heated at 350 degrees C or more in a vacuum or inert gas, a temporary baking object is formed, and a 
perovskite mold multiple oxide is formed by calcinating it in an oxidizing atmosphere (refer to JP,6-100319,A). 
[0005] ( 
[Problem(s) to be Solved by the Invention] Although it is for the invention in this application to make degree of 
dispersion of a noble-metals element increase by putting in a noble-metals element into the crystal lattice of 
perovskite type structure as well as the approach proposed by JP, 6-1 0031 9,A, and raise properties, such as 
catalytic activity, it aims at offering a different option from the approach. 
[0006] 

[Means for Solving the Problem] The manufacture approach of this invention is 0(B(A1-xA'x)1-yB'y) 3 (among a 
formula). At least one sort in La, Nd, and Pr and A' A At least one sort in Ce, Mg, calcium, Sr, Ba, and Y, B — 
Co, Mn, Fe, nickel, Cr, Cu, and Zn — inner at least one sort At least one sort in the noble-metals element with 
which B' consists of Ru, Rh, Pd, Os, Ir, and Pt, 0< x<0.9 and 0.0K y<0.2 — it is — among the metallic elements 
which constitute the perovskite mold multiple oxide shown What dissolved the metal alkoxy alcoholate of the 
metallic element except noble-metals element B' in the organic solvent, and was used as the mixed alkoxy 
alcoholate solution The process which removes an organic solvent and moisture and forms the precursor of a 
perovskite mold multiple oxide after hydrolyzing with the water solution of the salt of noble-metals element B' 
which constitutes a perovskite mold multiple oxide, The process which calcinates the precursor at 500-600 
degrees C preferably, and uses it as a perovskite mold multiple oxide 500-800 degrees C among an oxidizing 
atmosphere is included. 

[0007] The compound shown by the following formula as a metal alkoxy alcoholate can be used. 
[Formula 2] 
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M[OCH (CH 2 )a-OR z )s 
R 1 

the inside of a formula, and M — the metal of the above-mentioned A, A\ or the B, and R1 — a hydrogen atom 
or a low-grade alkyl group — in R2, a low-grade alkyl group and a show the integer of 1 -3, and s shows the 
integer of 2-3, respectively. As for a metal alkoxy alcoholate, it is desirable that they are either a metal methoxy 
alcoholate or the metal ethoxy alcoholates also in it. As for the metal methoxy alcoholate and a metal ethoxy 
alcoholate, it is desirable that they are either ethylate or the PUROPI rates. 

[0008] Moreover, it can use, without being limited as an organic solvent, especially if metal alkoxy alcoholates 
may be dissolved. If hydrocarbons, alcohols, ketones, and ester are specifically mentioned as such an organic 
solvent and solubility and operability are taken into consideration, aromatic hydrocarbon, such as a xylene, 
toluene, and benzene, will be used preferably. Although it is desirable that they are a nitrate, a chloride, a 
dinitrodiammine nitrate, a hexa ammine chloride, a hexa chloro acid hydrate, or the potassium-cyanide salts as 
for the water solution of the salt of noble-metals element B\ it is not limited to it. 
[0009] 

[Function] Since a noble-metals element is difficult to make it an alkoxy alcoholate, it is made a water solution 
as a water-soluble salt, and other metallic elements are dissolved in an organic solvent as an alkoxy alcoholate. 
If both are mixed and agitated and an organic solvent and moisture are removed, the metallic element which 
constitutes a perovskite mold multiple oxide will serve as a precursor mixed to homogeneity. By calcinating the 
precursor in oxidizing atmospheres, such as atmospheric air, the perovskite mold multiple oxide with which noble 
ml Js were incorporated by the crystal lattice is obtained. In order to form a perovskite mold multiple oxide 
crystal, to calcinate above 500 degrees C is required. By the manufacture approach of this invention, at least 
600 degrees C or less can be calcinated. If burning temperature is made low with 500-600 degrees C, it will 
become advantageous also from the field of a manufacturing facility. 
[0010] 
[Example] 
(Example 1) 

La — the following are prepared 0.9 Ce as an alkoxy alcoholate of metallic elements other than a 

0.1 Fe0.57Co0.38Pd0.05O3 noble-metals element. 

Lanthanum ethoxy ethylate 36.6g (0.09 mols) 

La3 (OC2H40C2H5) Cerium ethoxy ethylate 4.1 g (0.01 mols) 

Ce3 (OC2H40C2H5) Iron ethoxy ethylate 18.4g (0.057 mols) 

Fe3 (OC2H40C2H5) Cobalt ethoxy ethylate 9.0g (0.038 mols) 

Co (OC2H40C2H5)2 — these metal alkoxy alcoholates were put into the round bottom flask of 500ml capacity, 
as an organic solvent, toluene 200ml was added, was agitated and dissolved, and it considered as the mixed 
alkoxy alcoholate solution. 

[<^ 1] On the other hand, the water solution which added 100ml of deionized water to 12.1g (Pd part 4.4wt(s)%) 
(equivalent to 0.53g and 0.005 mols at Pd conversion) of palladium nitrate solutions as a water solution of a 
noble-metals salt was prepared. It was gradually dropped under the room temperature into the previous mixed 
alkoxy alcoholate solution, having palladium nitrate poured [ this ] it for about 15 minutes. Brown precipitation 
generates immediately by dropping of a palladium nitrate water solution, and it becomes viscosity gradually. After 
agitating the solution under a room temperature for 2 hours, moisture and the toluene of an organic solvent were 
distilled off out of the system of reaction under reduced pressure, and the precursor of a dark-brown 
LaCeFeCoPd oxide was obtained. 

[001 2] After moving the viscous object of this precursor to the petri dish and carrying out draught drying at 60 
degrees C for 24 hours, among air, it heat-treated at 600 degrees C with the electric furnace for 2 hours, and 
dark-brown powder was obtained. The powder was the perovskite mold single crystal phase of the result of the 
powder X diffraction shown in drawing 1 to LaO.9CeO.1FeO.57CoO.38Pd 0.05O3, and specific surface area was 
30m2/g. 

[0013] (Example 2) 

La — the following are prepared 0.9 Ce as an alkoxy alcoholate of metallic elements other than a 

0.1Mn0.57Co0.38Pd0.05O3 noble-metals element. 

Lanthanum ethoxy ethylate 36.6g (0.09 mols) 

La3 (OC2H40C2H5) Cerium ethoxy ethylate 4.1 g (0.01 mols) 

Ce3 (OC2H40C2H5) Manganese ethoxy ethylate 13.3g (0.057 mols) 

Mn2 (OC2H40C2H5) Cobalt ethoxy ethylate 9.0g (0.038 mols) 
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Co (OC2H40C2H5)2 — these metal alkoxy alcoholates were put into the round bottom flask of 500ml capacity, 
as an organic solvent, xylene 200ml was added, was agitated and dissolved, and it considered as the mixed 
alkoxy alcoholate solution. 

[0014] The water solution which added 100ml of deionized water to 12.1g (Pd part 4.4wt(s)%) (equivalent to 0.53g 
and 0.005 mols at Pd conversion) of palladium nitrate solutions as a water solution of a noble-metals salt was 
prepared like the example 1 . The precursor of a dark-brown LaCeMnCoPd oxide was obtained from this mixed 
alkoxy alcoholate solution and a palladium nitrate water solution by the same approach as an example 1, it was 
heat-treated on the same conditions as an example 1, and dark-brown powder was obtained. The powder was 
the perovskite mold single crystal phase of the result of the powder X diffraction shown in drawing 2 to 
LaO.9CeO.1MnO.57CoO.38Pd 0.05O3, and specific surface area was 36m2/g. 
[0015] (Example 3) 

Nd — the following are prepared 0.6 calcium as an alkoxy alcoholate of metallic elements other than a 

0.4Fe0.52Mn0.36Pd0.12O3 noble-metals element. 

Neodymium ethoxy ethylate 24.7g (0.06 mols) 

Nd3 (OC2H40C2H5) Calcium ethoxy ethylate 8.7g (0.04 mols) 

calcium2 (OC2H40C2H5) Iron ethoxy ethylate 16.8g (0.052 mols) 

Fe3 (0C2H40C2H5) Manganese ethoxy ethylate 8.4g (0.036 mols) 

Like Mn(OC2H40C2H5) 2 example 1, these metal alkoxy alcoholates were put into the round bottom flask of 
500ml capacity, as an organic solvent, toluene 200ml was added, was agitated and dissolved, and it considered as 
the mixed alkoxy alcoholate solution. 

[0016] The water solution which added 100ml of deionized water to 29.0g (Pd part 4.4wt(s)%) (equivalent to' Ug 
and 0.012 mols at Pd conversion) of palladium nitrate solutions as a water solution of a noble-metals salt was 
prepared. The precursor of a dark-brown NdCaFeMnPd oxide was obtained from this mixed alkoxy alcoholate 
solution and a palladium nitrate water solution by the same approach as an example 1, it was heat-treated on 
the same conditions as an example 1, and dark-brown powder was obtained. The powder was the perovskite 
mold single crystal phase of NdO.6calciumO.4FeO.52MnO.36Pd 0.1 203, and specific surface area was 32m2/g. 
[0017] (Example 4) 

Pr — the following are prepared as an alkoxy alcoholate of metallic elements other than a 0.8Sr0.2Mn0.9Pd0.1 03 
noble-metals element. 

Praseodymium methoxy ethylate 29. 3g (0.08 mols) 

Pr3 (OC2H40CH3) Strontium methoxy ethylate 4.8g (0.02 mols) 

Sr2 (OC2H40CH3) Manganese methoxy ethylate 1 8.5g (0.09 mols) 

Mn2 (OC2H40CH3) [0018] Like the example 1, these metal alkoxy alcoholates were put into the round bottom 
flask of 500ml capacity, as an organic solvent, toluene 200ml was added, was agitated and dissolved, and it 
considered as the mixed alkoxy alcoholate solution. The water solution which added 100ml of deionized water to 
24.2g (Pd part 4.4wt(s)%) (equivalent to 1.06g and 0.01 mols at Pd conversion) of palladium nitrate solutions as a 
water solution of a noble-metals salt was prepared. 

[0019] The precursor of a dark-brown PrSrMnPd oxide was obtained from this mixed alkoxy alcoholate sold n 
and a palladium nitrate water solution by the same approach as an example 1, it was heat-treated on the same 
conditions as an example 1, and dark-brown powder was obtained. The powder was the perovskite mold single 
crystal phase of PrO.8SrO.2MnO.9Pd 0.1 03, and specific surface area was 29m2/g. 
[0020] (Example 5) 

La0.2Ba0.7Y — the following are prepared as an alkoxy alcoholate of metallic elements other than a 

0.1Cu0.48Cr0.48Pt0.04O3 noble-metals element. 

Lanthanum ethoxy ethylate 8.1 g (0.02 mols) 

La3 (OC2H40C2H5) Barium ethoxy ethylate 22.1 g (0.07 mols) 

Ba2 (OC2H40C2H5) Yttrium ethoxy ethylate 3.6g (0.01 mols) 

Y(OC2H40C2H5) 3 Copper ethoxy ethylate 1 1.6g (0.048 mols) 

Cu2 (OC2H40C2H5) Chromium ethoxy ethylate 15.3g (0.048 mols) 

Cr3 (OC2H40C2H5) [0021] Like the example 1, these metal alkoxy alcoholates were put into the round bottom 
flask of 500ml capacity, as an organic solvent, toluene 200ml was added, was agitated and dissolved, and it 
considered as the mixed alkoxy alcoholate solution. The water solution which added 100ml of deionized water to 
9.2g (Pt part 8.5wt(s)%) (equivalent to 0.78g and 0.004 mols at Pt conversion) of dinitrodiammine platinum nitric- 
acid solutions as a water solution of a noble-metals salt was prepared. 

[0022] The precursor of a dark-brown LaBaYCuCrPt oxide was obtained from this mixed alkoxy alcoholate 
solution and a platinum-salts water solution by the same approach as an example 1, it was heat-treated on the 
same conditions as an example 1, and dark-brown powder was obtained. The powder was the perovskite mold 
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single crystal phase of La0.2Ba0.7Y0.1Cu0.48Cr0.48Pt 0.04O3, and specific surface area was 26m2/g. 
[0023] (Example 6) 

La — the following are prepared 0.8 Ba as an alkoxy alcoholate of metallic elements other than a 
0.2nickel0.48Co0.50Rh0.02O3 noble-metals element. 
Lanthanum-1-methoxy-2-PUROPI rate 32.5g (0.08 mols) 

La3 (OCH(CH3) CH20CH3) Barium- 1-methoxy-2-PUROPI rate 6.3g (0.02 mols) 
Ba2 (OCH(CH3) CH20CH3) Nickel-1-methoxy-2-PUROPI rate 11. 4g (0.048 mols) 
nickel2 (OCH(CH3) CH20CH3) Cobalt-1-methoxy-2-PUROPI rate 11. 9g (0.050 mols) 

Co2 (OCH(CH3) CH20CH3) [0024] Like the example 1, these metal alkoxy alcoholates were put into the round 
bottom flask of 500ml capacity, as an organic solvent, toluene 200ml was added, was agitated and dissolved, and 
it considered as the mixed alkoxy alcoholate solution. The water solution which added 100ml of deionized water 
to 4.69g (Rh part 4.478wt(s)%) (equivalent to 0.21 g and 0.002 mols at Rh conversion) of nitric-acid rhodium 
solutions as a water solution of a noble-metals salt was prepared. 

[0025] The precursor of a dark-brown LaBaNiCoRh oxide was obtained from this mixed alkoxy alcoholate 
solution and a nitric-acid rhodium water solution by the same approach as an example 1, it was heat-treated on 
the same conditions as an example 1 , and dark-brown powder was obtained. The powder was the perovskite 
mold single crystal phase of LaO.8BaO.2nickelO.48CoO.50Rh 0.02O3, and specific surface area was 27m2/g. 
[0026] (Example 7) 

La — the following are prepared 0.9 Ce as an alkoxy alcoholate of metallic elements other than a 

0.1Co0.90Pt0.05Ru0.05O3 noble-metals element. 

L{ hanum ethoxy ethylate 36.6g (0.09 mols) 

Laa (0C2H40C2H5) Cerium ethoxy ethylate 4.1 g (0.01 mols) 

Ce3 (OC2H40C2H5) Cobalt ethoxy ethylate 21. 3g (0.09 mols) 

Co2 (OC2H40C2H5) [0027] Like the example 1, these metal alkoxy alcoholates were put into the round bottom 
flask of 500ml capacity, as an organic solvent, toluene 200ml was added, was agitated and dissolved, and it 
considered as the mixed alkoxy alcoholate solution. The water solution which added 100ml of deionized water to 
1 1.5g (Pt part 8.5wt(s)%) (equivalent to 0.98g and 0.005 mols at Pt conversion) of dinitrodiammine platinum 
nitric-acid solutions and 13.0g (Ru part 3.930wt(s)%) (equivalent to 0.5 1g and 0.005 mols at Ru conversion) of 
nitric-acid ruthenium solutions as a water solution of a noble-metals salt was prepared. 

[0028] The precursor of a dark-brown LaCeCoPtRu oxide was obtained from the mixed water solution of this 
mixed alkoxy alcoholate solution, platinum salts, and a ruthenium salt by the same approach as an example 1, it 
was heat-treated on the same conditions as an example 1, and dark-brown powder was obtained. The powder 
was the perovskite mold single crystal phase of LaO.9CeO.1CoO.90PtO.05Ru 0.05O3, and specific surface area 
was 23m2/g. 

[0029] ((a) The example of a comparison) 

The example of La0.9Ce0.1Fe0.57Co0.38Pd0.05O3 comparison is an example in which the perovskite mold 

multiple oxide which contains a noble-metals element with a coprecipitation method was formed. The following 

w( i prepared as configuration metal salts other than noble metals. 

Lanthanum nitrate 39.0g (0.09 mols) 

La(N03) 3.6H20 Cerium nitrate 4.3g (0.01 mols) 

Ce(N03) 3.6H20 Ferric nitrate 23.0g (0.057 mols) 

Fe(N03) 3.6H20 Cobalt nitrate 11.1g (0.038 mols) 

Co(N03) 2.6H20 [0030] These metal salts were put into the beaker of 1000ml capacity, and 300ml of 
deionization water was added, and it agitated and dissolved and considered as the mixed water solution. 1 2.1 g 
(Pd part 4.4wt(s)%) (equivalent to 0.53g and 0.005 mols at Pd conversion) of palladium nitrate solutions was 
added to the water solution, and it agitated further and mixed. 

[0031] 500ml of water solutions which dissolved 35g of sodium carbonates in the mixed water solution was 
dropped as a neutralization coprecipitater, and the coprecipitate was obtained. The vacuum drying was carried 
out, after rinsing the coprecipitate enough and filtering it. After calcinating this in 3-hour atmospheric air at 600 
degrees C, the powder of La0.9Ce0.1Fe0.57Co0.38Pd 0.05O3 of the presentation which grinds, calcinates in 5- 
hour atmospheric air at 800 degrees C after that, grinds further, and is equivalent to an example 1 was created. 
The specific surface area after grinding was 29m2/g. 
[0032] ((b) The example of a comparison) 

La0.8 — the following were prepared as configuration metal salts other than Ba0.2nickel0.48Co0.50Rh0.02O3 
noble metals. 

Lanthanum nitrate 34.7g (0.08 mols) 

La(N03) 3.6H20 Barium nitrate 5.2g (0.02 mols) 
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Ba(N03) 2.6H20 Nickel nitrate 14.0g (0.048 mols) 
nickel(N03) 2.6H20 Cobalt nitrate 14.6g (0.05 mols) 

Co(N03) 2.6H20 [0033] Replacing with the palladium nitrate, others created the powder of 
La0.8Ba0.2nickel0.48Co0.50Rh 0.02O3 of the presentation which is equivalent to an example 6 with the same 
actuation as the example a of a comparison using 4.69g (Rh part 4.478wt(s)%) (equivalent to 0.21 g and 0.002 mols 
at Rh conversion) of nitric-acid rhodium solutions. The specific surface area after grinding of the powder was 
24m2/g. 

[0034] ((c) The example of a comparison) 

La0.9 — the following were prepared as configuration metal salts other than Ce0.1Co0.90Pt0.05Ru0.05O3 noble 
metals. 

Lanthanum nitrate 39.0g (0.09 mols) 

La(N03) 3.6H20 Cerium nitrate 4.3g (0.01 mols) 

Ce(N03) 3.6H20 Cobalt nitrate 26.2g (0.09 mols) 

Co(N03) 2.6H20 [0035] Replacing with the palladium nitrate, others created the powder of 
LaO.9CeO.1CoO.90PtO.05Ru 0.05O3 of the presentation which is equivalent to an example 7 with the same 
actuation as the example a of a comparison using 1 1.5g (Pt part 8.5wt(s)%) (equivalent to 0.98g and 0.005 mols at 
Pt conversion) of dinitrodiammine platinum nitric-acid solutions, and 13.0g (Ru part 3.930wt(s)%) (equivalent to 
0.51 g and 0.005 mols at Ru conversion) of nitric— acid ruthenium solutions. The specific surface area after 
grinding of the powder was 26m2/g. 

[0036] The powder obtained by examples 1-7 and example a-c of a comparison added deionized water 
separately, respectively, made it the slurry, and after it added and agitated the ceria sol (being the product( 
Taki Chemical Co., Ltd. need RARU WHO) at a rate of 10g to 20g of each fine particles further, it was applied to 
honeycomb-like cordierite support (400 eels / inch 2). After drying it, it calcinated at 300 degrees C in 
atmospheric air for 3 hours, and the sample for a test was obtained. The die length of the honeycomb size of 
support is 50mm for the diameter of 30mm. 

[0037] (Durability test) Following rich gas and lean gas were switched every 5 seconds, it repeated at 900 
degrees C for 30 minutes, the cycle of 30 minutes was repeated 50 times (50 hours) at 750 degrees C, and the 
durability test was performed. Space velocity (SV) of the gas stream which passes along a catalyst was made 
into 30,000-/time amount. 
[0038] 

Rich gas Lean gas CO 2.6 % 0.7 % HC (C1 conversion concentration) 0.19% 0.19% H2 0.87% 0.23% C02 8 % 8 % NO 
0.17% 0.17% 02 0.74% 1.89% H20 steam 10% 10 % N2 Remainder As for the items of Remainder HC, C3H6 were 
[ C3H8 ] 0.04% 0.15%. 

[0039] (Evaluation of catalytic activity) The temperature up of a sink and the gas was heated and carried out to 
the honeycomb sample for a test, switching above-mentioned rich gas and lean gas for every second. The 
programming rate was considered as a part for 20-degree-C/, and measured and controlled gas ** near a 
catalyst inlet port. Measurement of catalytic activity was performed in front of a durability test and in the back. 
Space velocity (SV) of the gas stream which passes along a catalyst was made into 30,000-/time amount, t j 
rate of purification of HC and CO in 350 degrees C (%) is collectively shown in Table 1. 
[0040] 
[Table 1] 
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[0041] The catalytic activity over HC excels the example of a comparison in the example after durability also in 
the initial state. A large difference is not seen about CO. Moreover, if the rate of purification of HC and CO after 
an initial state and durability is compared, there is little degradation in the example and degradation in the 
example of a comparison has appeared greatly especially in HC. Thus, also in endurance, the catalyst by the 
approach of this invention is superior to the thing of the example of a comparison. 

[0042] Although the test result to nitrogen oxides NOx is not shown, this is for depending for the rate of 
purification of NOx on the class of noble-metals element greatly rather than the manufacture approach. When 
using palladium as a noble-metals element, the rate of purification of NOx brings the result of having excelled 
most. Also to NOx, the perovskite mold multiple oxide by this invention is effective, and acts as a three way 
c( ponent catalyst. 
[0043] 

[Effect of the Invention] The perovskite mold multiple oxide manufactured by the approach of this invention 
serves as a catalyst which the noble-metals element went into the crystal lattice, was excellent in catalytic 
activity, and was excellent also in endurance. 
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* NOTICES * 

JPO and NCI PI are not responsible for any 
damages caused by the use of this translation. 

1 This document has been translated by computer. So the translation may not reflect the original precisely. 
2.**** shows the word which can not be translated. 
3.1n the drawings, any words are not translated. 



DESCRIPTION OF DRAWINGS 
[Brief Description of the Drawings] 

[ Drawing 1 ] It is the chart Fig. showing the X diffraction result of the perovskite mold multiple oxide powder 
manufactured according to an example 1 . 

[Drawing 2] It is the chart Fig. showing the X diffraction result of the perovskite mold multiple oxide powder 
manufactured according to an example 2. 



[Translation done.] 
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Defective images within this document are accurate representations of the original 
documents submitted by the applicant. 

Defects in the images include but are not limited to the items checked: 

□ BLACK BORDERS 



M IMAGE CUT OFF AT TOP, BOTTOM OR SIDES 

□ FADED TEXT OR DRAWING 

□ BLURRED OR ILLEGIBLE TEXT OR DRAWING 

□ SKEWED/SLANTED IMAGES 

□ COLOR OR BLACK AND WHITE PHOTOGRAPHS 

□ GRAY SCALE DOCUMENTS 

□ LINES OR MARKS ON ORIGINAL DOCUMENT 

□ REFERENCE^) OR EXHIBIT(S) SUBMITTED ARE POOR QUALITY 

□ OTHER: 

IMAGES ARE BEST AVAILABLE COPY. 
As rescanning these documents will not correct the image 
problems checked, please do not report these problems to 
the IFW Image Problem Mailbox. 
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